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(54) Information recording medium 

(57) At the least, a first recording layer 2 and a 
translucent film layer 3 are laminated in order on a 
transparent substrate 1 to form a first information 
recording/reproduction unit; and at the least, a reflective 
film layer 6 and a second recording layer S are lami- 
nated in order on a transparent substrate 7 to form a 
second information record! no/reproduction unit. Then, 
the first and the second information recording/reproduc- 
tion units are glued together by a transparent bonding 
layer 4, with the translucent film layer 3 facing the sec- 
ond recording layer 5, so that a two-layer information 
recording medium is obtained. Further, grooves G and 
lands L are formed for the first and the second recording 
layers 2 and 5. The depths of the grooves are substan- 
tially equal for the first and the second recording layers 
2 and 5, the heights of the lands L are substantially 
equal for the first and the second recording layers 2 and 
5, and the depth of the grooves G are greater than the 
height of the iands L 
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[0001] The present invention relates to an information recording medium for optical data recording, and relates in 
particular to an information recording medium having a plurality of layers for the recording of information, 
5 [0002] As is well known, for the recording of information today widespread use is made of conventional CDs (Com- 
pact Discs), recording media that have large memory capacities. 

[0003] But recently, DVDs (Digital Video Discs or Digital Versatile Discs) have gained public recognition as informa- 
tion recording media having a larger memory capacity. For while CD media can provide a maximum capacity of approx- 
imately 650 MB (megabytes), DVD media, because of their structural characteristics, can accommodate several GB 
to (gigabytes), at the least. It is expected, therefore, that DVDs will constitute the next generation information recording 
media. 

[0004] According to the DVD specifications, a single-sided, single-layer DVD having one recording layer, which is 
currently available on the market, has a maximum recording capacity of about 4.7 GB, and a single-sided, double-lay- 
ered DVD, which has two layers on one side, has a maximum recording capacity of about 8.7 GB. 
is [0005] DVD-Rs (multisession DVD recordable media), which permit the discontinuous recording of data, are receiv- 
ing attention as an objective for next-generation DVDs, Since high density recording is required, it is important that infor- 
mation having high reprod activity be recorded, and that information that is recorded be reproduced precisely, i.e., that 
high quality and reliable DVD-Rs be provided. 

[0006] Especially for the implementation of a high-density, single-sided double-layer DVD-R on which a large 
20 amount of data can be recorded, the structure of a DVD-R is very important because an entering light beam must 
impinge on and information must be exclusively written on each of the facing, overlapped recording layers. 
[0007] To resolve these problems, it is one objective of the present invention to provide an information recording 
medium having a reliable structure. 

[0008] To achieve the above objective, according to the present invention, an information recording medium com- 
25 prises: 

a first information recording/reproduction unit formed by the sequential lamination on a first transparent substrate 
of a first recording layer and a second translucent layer, at the least; 

a second information recording/reproduction unit formed by the sequential lamination on a second transparent sub- 
30 strate of a second recording layer and a reflection layer, at the least; and 

a transparent bonding layer for bonding together the translucent layer and the second, facing recording layer. 

[0009] According to this arrangement, the first information recording/reproduction unit and the second information 
recording/reproduction unit are formed separately and are bonded together by the transparent bonding layer so that an 
35 information recording medium having two recording layers can be easily obtained. 

[0010] Further, grooves in which information is written and lands adjacent to the grooves are formed both in and on 
the first recording layer and the second recording layer. The grooves in the first recording iayer and the second record- 
ing layer have substantially the same width and are wider than the lands, 

[0011] According to this arrangement, for the first recording layer and the second recording layer, the optical phase 
40 structure in the grooves changes greatly when they are in the recorded state, compared with when they are in the 
unused state. Therefore, when information is read optically, a difference in amplitudes between a signal obtained tram 
a groove that has been used and a signal obtained from a groove that has not been used is increased, so that informa- 
tion reproduction can be performed appropriately 

45 Fig, 1 is a vertical cross-sectional view of the essential structure of a DVD-R according to one embodiment of the 

present invention. 

Fig. 2 is a further enlarged vertical cross-sectional view of the essential structure of the DVD-R in Fig, 1 , 
Fig. 3 is a diagram showing the geometrical structure and the optical phase structure of a first recording layer 
Fig, 4 is a graph showing the characteristic of the DVD-R according to the embodiment. 
so Fig. 5 is a vertical cross-sectional view of another structure for a DVD-R according to the embodiment. 

Fig, 6 is a vertical cross-sectional view of an additional structure for a DVD-R according to the embodiment. 
Fig. 7 is a vertical cross-sectional view of one more structure for a DVD-R according to the embodiment. 

[0012] The preferred embodiment of the present invention will now be described while referring to the accompany- 
55 ing drawings. In this embodiment, an explanation will be given for a multisession recording DVD (hereinafter referred to 
as a DVD-R) for which information reproduction (information reading) and an information recording (information writing) 
session have been performed. 

[0013] Fig. 1 is a vertical cross-sectional view of the essential structure of a DVD-R according to the embodiment 
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of the present invention. More specifically, the cross-sectional structure shown is part of a disk-shaped DVD-R that is 
radially cut in the direction of its thickness. 

[0014] In Fig. 1 „ the DVD-R has an integral structure wherein a first recording layer 2, a translucent film layer 3, a 
bonding layer 4, a second recording layer 5, a reflective film layer 6 and a second transparent substrate are laminated 
5 on a first transparent substrate 1 that a light beam, which will be described later, enters. The overall thickness is approx- 
imately 1 .2 mm, 

[0015] For the transparent substrate 1, which is approximately 0.55 mm thick, a hard material, such as transparent 
hard plastic, is used that transmits light beams 1 1 and 12, for recording and reading (hereinafter these beams are gen- 
erally referred to simply as light beams), that respectively enter via object lenses 9 and 10, which are provided for an 
10 optical pickup (not shown), 

[0016] in Fig. 1 the light beams 11 and 12 enter separately, via the two object lenses 9 and 10. Actually, however, 
the optical pickup employs one object lens to adjust the focus for the first and second recording layers 5 and 6, so that 
coherent light beams can enten 

[0017] The first recording layer 2 is deposited by using an organic color material, and is integrally laminated with 

15 the transparent substrate 1 . 

[0018] The translucent film layer 3 is formed of a dielectric thin film such as SiC (silicon carbide), which is translu- 
cent relative to the light beams 1 1 and 12, or Au (gold), and is integrally laminated with the first recording layer 2. 
[0019] The transparent substrate 1 , the first recording layer 2 and the translucent film layer 4 constitute a first infor- 
mation recording/reproduction unit (not denoted by a numeral reference). 

20 [0020] For the transparent substrate 7, which is approximately 0.6 mm thick, a hard material is used, such as the 
hard plastic of which the transparent substrate 1 is made. 

[0021] The reflective film layer 6 is formed of Al (aluminum), which can fully reflect the light beams 1 1 and 12 that 
enter via the object lenses 9 and 10. 

[0022] The second recording layers, as is the first recording layer 2, is deposited by using an organic color mate- 
25 rial, and is integrally laminated with the reflective film layer 6. 

[0023] The transparent substrate 7, the reflective film layer 6 and the second recording layer 5 constitute a second 
information recording/reproduction unit (not denoted by a reference numeral). 

[0024] The first and the second information recording/reproduction units are glued together; the translucent film 
layer 3 and the second recording layer 5 facing each other with the bonding layer, which has a predetermined thickness, 
30 sandwiched in between. 

[0025] To prepare the bonding layer 4, a transparent resin that will permit the transmission of the light beams 1 1 
and 12, e.g., an ultraviolet-curing resin composed of a two-liquid mixture, is used to form a thin film, transparent sheet, 
a so-called tack sheet, both sides of which are coated with a tacky acrylic agent whose tackiness is increased by the 
addition of a solvent. This tack sheet, which constitutes the bonding layer 4, is then employed to glue the translucent 
35 film layer 3 to the second recording layer 5. 

[0026] The overall thickness measured from the first recording layer 2 to the reflective film layer 6 is set at approx- 
imately 50 nm. 

[0027] In this embodiment, grooves G and lands L are formed in and on the recording layer 2, and for data record- 
ing, or for data reproduction, are extended spirally in the direction in which the light beam 1 1 scans (the so-called track 
40 direction). The grooves G of the first recording layer 2 are arranged radially and are raised relative to the transparent 
substrate 1 (downward in Fig. 1), while the lands L are recessed relative to the transparent substrate 1 (downward in 
Fig, 1), and away from the grooves G, Although not shown, wobbles are formed on the side walls of the lands L to spec- 
ify the physical format. 

[0028] The grooves G and the lands L of the second recording layer 5 are extended spirally along the track, facing 
45 the grooves G and the lands L of the first recording layer 2, and the raised and recessed phase structure is inverted. 
[0029] That is, the grooves G of the second recording layer 5 are arrayed radially, and are raised relative to the 
transparent substrate 7 (upward in Fig. 1), while the lands L are recessed relative to the transparent substrate 7 
(upward in Fig, 1) and away from the grooves G. Wobbles are also formed on the side walls of the lands L of the second 
recording layer 5 to specify the physical format 
so [0030] Since the phase structures of the grooves G and the lands L of the first and second recording layers 2 and 
5 are inverted, during a data recording or a data reproduction process, the light beam 11 impinges on the raised 
grooves of the first recording layer 2, and the light beam 1 2 enters the recessed grooves G of the second recording layer 
5. 

[0031] The processing for fabricating the thus structured DVD-R will now be described. 
55 [0032] First, the first information recording/reproduction unit and the second information recording/reproduction unit 
are separately formed as intermediate products. 

[0033] Specifically, in the process for manufacturing the first information recording/reproduction unit, to obtain the 
grooves G, lithography is used to form a spiral groove in the surface of the transparent substrate 1. Then, spin coating 
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is used to form the first recording layer 2 on the transparent substrate 1. As a result, the grooves G are obtained by 
using an organic color material that is retained in the root of the spiral groove, and the lands L are obtained by using an 
organic color material that is attached to the crests of the lands L between the grooves G. 

[0034] As in the enlarged diagram in Fig. 2, the thickness dG1 for a groove G and the thickness dL1 for a land L are 
5 set so as to satisfy dG1 > dl_1. This relationship dGI > dL1 is automatically established by adjusting the rotational 
speed used for the spin coating and the density of the organic color material. 

[0035] Next, sputtering is used to deposit the translucent film layer 3 on the first recording layer 2, and the first infor- 
mation recording/reproduction unit is obtained, 

[0036] In the process for manufacturing the second information recording/reproduction unit, to obtain the grooves 
10 G, lithography is used to form a spiral groove in the surface of the transparent substrate 7. 

[0037] Then, sputtering is used to deposit the reflective film layer 6 on the surface of the transparent substrate 7, 
and is also used to deposit the second recording layer 5 on the reflective film layer 6. Thus, the grooves G are obtained 
by using the organic color material that is retained in the root of the spiral groove in the reflective film layer 6, while the 
lands L are obtained by using the organic color material that is attached to the crests of the lands L between the grooves 
1$ G. 

[0038] The thickness dG2 for a groove G and the thickness dL2 for a land L are set so as to satisfy dG2 > dl_2. This 
relationship dG2 > dL2 is also automatically established by adjusting the rotational speed used for the spin coating and 
the density of the organic color material. 

[0039] Following this, the thus obtained first and second information recording/reproduction units are bonded 
20 together by placing the ultraviolet curing resin or the tack sheet between the translucent film layer 3 and the second 
recording layers. As a result, the DVD-R is obtained. 

[0040] It should be noted that the thickness dG1 for a groove G of the first recording layer 2 is substantially equal 
to the thickness dG2 for a groove G of the second recording layer 5, and that the thickness dL1 for a land L of the first 
recording layer 2 is also substantially equal to the thickness dL2 for a land L of the second recording layer 5. 
25 [0041] More specifically, the thicknesses dG1 and dL1 for a groove G and a land L of the first recording layer 2 are 
respectively set as approximately dG1 = 0.1738 jim and dl_1 = 0.1 039 jim, and the height d1 from the bottom of a land 
L to the top of a groove G is set as approximately d1 = 0,14 \xm, 

[0042] Further, the thicknesses dG2 and dL2 for a groove G and a land L of the second recording layer 5 are 
respectively set as approximately dG2 - 0.1 738 \im and dL2 = 0,11 96 ^m, and the height d2 from the bottom of a land 

30 L to the top of a groove G is set as approximately d2 = 0.14 \im. In other words, substantially the same geometrical 
cross-sectional view in the direction of the thickness is employed for the first and the second recording layers 2 and 5. 
[0043] The results obtained from an evaluation of the DVD-R will be theoretically explained while referring to Figs, 
3A to 3C and 4. Fig, 3A is a further enlarged cross-sectional view of the geometrical structure of one part of the first 
recording layer 2, and Figs. 3B and 3C are diagrams showing the optical phase structure. Fig, 4 is a graph showing the 

35 optical characteristic obtained for a groove G of the first recording layer 2 by using an RF signal and a push-pull signal. 
[0044] For this embodiment, light reflected when, for reading data, the light beam 1 1 was used to irradiate the 
groove G was received by a photodetector that had two separate light-receiving regions. The sum (31 + S2) of the sig- 
nals S1 and S2 that were detected and output by the light-receiving regions was defined as an RF signal, and a differ- 
ence (S1 - S2) between the detection signals S1 and S2 was defined as a push-pull signal. 

40 [0045] In Fig, 3A, when two example grooves Ga and Gb had not been used, there was no optical change in the 
organic color material. Therefore, when the light beam 1 1 for data reading passed through the grooves Ga and Gb, and 
was reflected by the translucent film layer 3 and returned through the grooves Ga and Gb to the transparent substrate 
1 , as is shown in Fig. 3b, the optical phase of the groove Ga equaled that of the groove Gb. 

[0046] When, however, the groove Ga had not been used and the groove Gb had been used, as is shown in Fig. 
45 3C, the optical phase of the groove Gb was changed. Thus, an optical phase difference <p occurred between the grooves 
Ga and Gb, 

[0047] That is, since the organic material of the previously used groove Gb was changed so that for data writing the 
reflectance was reduced when the thermal energy from the light beam 1 1 was received, the optical phase difference q> 
occurred. 

so [0048] Now, assuming that the wavelength of the light beam 11 Is X, a constant N is the effective refractive index of 
the transparent substrate 1 , and a variable D is the distance to the transparent substrate 1 while the face of the land L 
nearest the transparent substrate 1 is used as a reference position. The optical distance in the optical phase structure 
is represented as N x D, and the optical phase difference cp that is provided, at the wavefront of the light beam, by the 
reflection is represented as<p = 4x7cxNx D/k . Further, the optical distance travelled from the point at which the light 

55 beam 1 1 entered the groove G until it was reflected and returned is represented as 2 x N x D . 

[0049] The simulation was performed for the amplitudes of the RF signal and the push-pull signal by employing, as 
parameters, the optical distances (optical distance travelled from the entrance point to the return) 2 x N x D for the light 
beam 1 1 for the previously unused groove Ga and the previously used groove Gb. As a result, the characteristic was 
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obtained in a range for which, in Fig. 4, 0<2xNxD<X is established as the optical distance. The changes in the 
amplitudes of the RF signal and the pustvpull signal were normalized based on the maximum amplitude of the RF sig- 
nal. 

[0050] In Fig. 4, the amplitude Pa1 of the RF signal is a value obtained for the previously unused groove Ga when 
5 the thicknesses dG1 and dl_1 of the groove G and the land L of the first recording layer 2 were respectively set as 
approximately dGl - 0.1738 pm and dl_1 - 0.1039 u.m, and the height d1 from the bottom of the (and L to the top of the 
groove G was set as approximately d1 = 0.14 urn The amplitude Pb1 of the RF signal was the value obtained for the 
previously used groove Gb. 

[0051] Further, an absolute value SM1 (- IPa1 - Pbll ) of the difference between the amplitudes Pal and Pbl 

10 served as the signal amplitude for recorded information. 

[0052] As is apparent from Fig. 4, when the thickness dGl of the groove G and the thickness dLl of the land L are 
set so that they satisfy dG1 > dL1, the optical phase difference cp (<p1 ) occurs between the previously unused groove Ga 
and the previously used groove Gb, and the absolute value 5M1 of the difference is increased. Therefore, based on the 
RF signal, the previously unused groove Ga and the previously used groove Gb can be easily identified, and the precise 

15 reproduction of data can be performed. 

[0053] In addition, since the amplitude of the push-pull signal is also greatly changed, precise servo tracking based 
on the push-pull signal can be performed by controlling the object lens 9, 

[0054] When a similar simulation was performed for the second recording layer 5, the characteristic was obtained 
in a range wherein 4<2xNxD< 0 was established for the optical distance in Fig. 4. It should be noted that the 
20 changes in the amplitudes of the RF signal and the push-pull signal were normalized, based on the maximum amplitude 
of the RF signal. 

[0055] In Fig. 4, the amplitude Pa2 of the RF signal is a value obtained by the previously unused groove Ga when 
the thicknesses dG1 and dLl of the groove G and the land L of the second recording layer 5 were respectively set as 
approximately dG2 = 0.1 738 u,m and dl_2 = 0.1 1 96 nm, and the height d2 from the bottom of the land L to the top of the 
25 groove G was set as approximately d2 - 0.1 4 ujm. The amplitude Pb2 of the RF signal is a value obtained for the pre- 
viously used groove Gb. 

[0056] Further, an absolute value 8M2 (= IPa2 - Pb2l ) for the difference between the amplitudes Pa2 and Pb2 
serves as the signal amplitude for recorded information. 

[0057] Therefore, when the thickness dG2 at the groove G and the thickness dL2 at the land L are set so as to sat- 
30 isfy dG2 > dL2, the optical phase difference cp (q>2) occurs between the previously unused groove Ga and the previously 
used groove Gb, and the absolute value 8M2 of the difference is increased. Therefore, based on the RF signal, the pre- 
viously unused groove Ga and the previously used groove Gb can be easily identified, and the precise reproduction of 
data can be performed. 

[0058] In addition, since the amplitude of the push-pull signal is also greatly changed, precise servo tracking based 

35 on the push-pull signal can be performed by controlling the object iens 1 0. 

[0059] Furthermore, as is shown in Fig, 4, the RF signal and the push-pull signal obtained for the first recording 
layer 2 are shifted in phase only 90° from those obtained for the second recording layer 5, Therefore, even when sub- 
stantially the same geometrical cross-section structure is employed in the direction of the thicknesses of the first record- 
ing layer 2 and the second recording layer 5, the RF signal and the push-pull signal for the first and second recording 

40 layers 2 and 5 can be precisely obtained. 

[0060] As is described above, in this embodiment, since the relationships dG1 > dL1 and dG2 > dL2 are established 
between the thicknesses dG1 and dG2 of the grooves G and the thicknesses dL1 and dL2 of the lands L of the first and 
the second recording layers 2 and 5, the recorded information can be precisely reproduced, and accordingly, a DVD-R 
having a high density can be provided. 

45 [0061] Since the raising and recessing phases of the thicknesses of dG 1 and dG2 for the grooves G are the reverse 
of those for of the thicknesses dL1 and dL2 of the lands L, the information recorded on the first and the second record- 
ing Is^ers 2 and 5 can be read without crosstalk occurring. Accordingly, a reliable DVD-R can be provided for which the 
high density recording of data and the high quality reproduction of information are enabled. 

[0062] Furthermore, when the geometrical structure is set for the grooves G and the lands L of the first and second 
so recording layers 2 and 5, this structure improves the precision with which information is read and written. Thus, when 
the first information recording/reproduction unit is glued to the second information recording/reproduction unit by the 
bonding layer 4, the accuracy with which the gluing process is performed does not greatly affect the precision with 
which information is read and written. Therefore, a two-layer DVD-R for which high density recording is enabled can be 
manufactured easily, 

55 [0063] Specific numerical values are employed for the thicknesses dG1 and dG2 at the grooves G and the thick- 
nesses dLl2 and dL2 at the lands L for the first and the second recording layers 2 and 5, and the heights d1 and d2 
from the bottoms of the lands L to the tops of the grooves G. However, these values are merely examples used for this 
embodiment, and other values may be employed. That is, the thicknesses dG1 and dG2 at the grooves G of the first 
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and second recording layers 2 and 5 and the thicknesses dLI and dL2 at the lands L need only be set so as to establish 
dGI > dL1 and dG2 > dl_2, and further, the reverse raised and recessed structure need only be employed for the thick- 
nesses dG1 and dG2 at the grooves G and the thicknesses dl_1 and dL2 at the lands L 

[0064] These example numerical values are supported by a theoretical consideration that will now be described. 

5 The theoretical consideration will be explained while referring to the structure in Figs. 2 and 3. 

[0065] Through experimentation, it was found that the change in the optical distance in a groove Gb in which data 
were recorded by the light beam was D = 0.055 jxm, and that the height at a previously unused groove Ga was D - 0.025 
um Thus, when n d denotes the refractive index of the organic color material, and d1 denotes the thickness of the trans- 
parent substrate 1 at the portion that corresponds to the height at a groove G, for the first recording layer 2, the optical 

10 distance between the groove G and a land L is represented as 

Nxd1 +n d xdL1 -n d xdGl = N x D = 1,58 x 0.025. 

If the refractive index n d is 2.6 when data are not recorded on the organic color material, and is 2.1 when data are 
is recorded on the material, 

dG1 x (2.6 -2,1)= Nxd« 1.68x0.65, 

Therefore, the thickness dG1 at the groove G is dG1 = 0.1738 urn. And if the thickness d1 ^ 0.1 4 um, dL1 = 0-1039 jim 
20 is obtained. 

[0066] Further, when n d denotes the refractive index of the organic color material, N l denotes the refractive index 
of the transparent bonding layer 4, while d2 denotes the thickness of the bonding layer 4 at the portion that corresponds 
to the height of the groove G, and the optical distance between the groove G and the land L of the second recording 
layer 5 is represented as 

25 

n d x dL2 - n d x dG2 - N' x (d2 + dl_2 - dG2). 

[0067] To obtain the optical phase (a phase corresponding to the amplitude Pa2 in Fig. 4) of the previously unused 
groove G using the optical distance, 

n d x dL2 - n d x dG2 - N 1 x (d2 + dL2 - dG2) = N x D = 1 .58 x (-0.175). 

When the thickness d2 of the bonding layer 4 is set equal to the thickness dl of the transparent substrate 1, and 
N' = N = 1.58 , in accordance with this relationship, 

35 

dL2 - dG2 = -0.0542 

must be satisfied. And assuming that a change in the optical distance D, which occurs when information is recorded in 
the groove G of the second recording layer 5, is 0.055 urn, dt_2 = 0.1 1 96 jim and the numerical values for the individual 

40 portions of the first and the second recording layers 2 and 5 are also theoretically appropriate, 

[0066] As is shown in Fig. 1, in this embodiment, while the geometrical raising and recessing structure of the 
grooves G and the lands L is inverted between the first and the second recording layers 2 and 5, the phases of the radial 
positions of the grooves G and the lands L of the first and the second recording layers 2 and 5 are the same in the inci- 
dent direction of the light beams 1 1 and 12. However, the present invention is not limited to this structure. As is shown 

45 in Fig. 5 , the phase of the radial positions of the grooves G and the lands L of the first and the second recording layers 
2 and 5 may be shifted 90° in the incident direction of the light beams 1 1 and 12. In this case, however, the geometrical 
raising and recessing structure of the grooves G and the lands L should again be inverted between the first and the sec- 
ond recording layers 2 and 5. 

[0069] Further, as is shown in Fig. 6, facing the transparent substrate 1 , the grooves G of the first recording layer 2 
so may be recessed and the grooves G of the second recording layer 5 may be raised, while the phase of the radially 
located grooves G of the first and the second recording layers 2 and 5 may be the same. 

[0070] As is shown in Fig. 7, facing the transparent substrate 1 , the grooves G of the first recording layer 2 may be 
recessed and the grooves G of the second recording layer 5 may be raised, while the phase of the grooves G of the first 
and the second recording layers 2 and 5 may be radially shifted 90°. 
55 [0071] In this embodiment, a DVD-R has been explained; however, the present invention can be applied for a two- 
layer rewritable DVD-RW or a DVD-RAM. 

[0072] As is described above, the information recording medium comprises: a first information recording/re produc- 
tion unit, formed by sequentially laminating, at the least, a first recording layer and a translucent layer on a first trans- 
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parent substrate; a second information recording/reproduction unit, formed by sequentially laminating, at the least, a 
reflection layer and a second recording layer on a second transparent substrate; and a transparent bonding layer, for 
bonding together, facing each other, the translucent layer and the second recording layer. Therefore, when the first and 
second information recording/reproduction units have been formed separately and are thereafter glued together using 

5 the transparent bonding layer, an information recording medium having two layers can be easily provided. 

[0073] Further, the grooves for the writing of information and the lands that are adjacent to them are formed in both 
the first recording layer and the first recording layer. The grooves, which for both the first recording layer and the second 
recording layer have substantially the same thicknesses, are thicker than the lands, and thus, since between grooves 
that are unused and grooves that are used there is a great change in the optical phase structures of the grooves of the 

10 first and the second recording layers, information can be reproduced appropriately. As a result, a reliable information 
recording medium can be provided for which high-density recording is enabled. 

[Fig. 4] 

15 [0074] 

A: characteristic of second recording layer 5 
B: characteristic of first recording layer 2 
C: push-pull signal {S1 - S2) 
20 D: optica] distance (2 x N x D) 

Claims 

1. An information recording medium comprising: 

25 

a first information recording/reproduction unit formed by sequentially laminating on a first transparent substrate 
a first recording layer and a translucent layer, at the least; 

a second information recording/reproduction unit formed by sequentially laminating on a second transparent 
substrate a reflection layer and a second recording layer, at the least; and 
30 a transparent bonding layer for bonding said translucent layer and said second recording layer facing each 

other. 

2- The information recording medium according to claim 1 , wherein 

35 grooves for writing information, and lands adjacent to said grooves, are formed in and on said first recording 

layer and said second recording layer; and wherein 

sard grooves in said first recording layer and in said second recording layer have substantially the same thick- 
ness, while said grooves are thicker than said lands. 

40 3. The information recording medium according to claim 2, wherein 

said grooves and said lands formed in and on said first recording layer have a phase substantially the same in 
the radial direction as have said grooves and said lands formed in and on said second recording layer, 

45 4. The information recording medium according to claim 2, wherein 

said grooves and said lands formed in and on said first recording layer have a phase substantially the opposite 
in the radial direction as have said grooves and said lands formed in and on said second recording layer. 

so 5. The information recording medium according to claim 2, where in 

said grooves in said first recording layer are recessed toward said first transparent substrate and away from 
said lands on said first recording layer; and wherein 

said grooves in said second recording layer are raised toward said first transparent substrate and away from 
55 said lands on said second recording layer. 

6. The information recording medium according to claim 2, wherein 
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said grooves in said first recording layer are extended upward toward said first transparent substrate and are 
elevated relative to said lands on said first recording layer; and wherein 

said grooves in said second recording layer are retracted toward said first transparent substrate and are 
recessed relative to said lands on said second recording layer 
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production unit; and at the least, a reflective film layer 6 
and a second recording layer 5 are laminated in order 
on a transparent substrate 7 to form a second informa- 
tion recording/reproduction unit. Then, the first and the 
second information recording/reproduction units are 
glued together by a transparent bonding layer 4, with 
the translucent film layer 3 facing the second recording 
layers, so that a two-layer information recording medi- 
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(54) Information recording medium 

(57) At the least, a first recording layer 2 and a trans- 
lucent film layer 3 are laminated in order on a transpar- 
ent substrate 1 to form a first information recording/re- 
production unit; and at the least, a reflective film layer 6 
and a second recording layer 5 are laminated in order 
on a transparent substrate 7 to form a second informa- 
tion recording/reproduction unit. Then, the first and the 
second information recording/reproduction units are 
glued together by a transparent bonding layer 4, with 
the translucent film layer 3 facing the second recording 
layer 5, so that a two-layer information recording medi- 
um is obtained. Further, grooves G and lands L are 
formed for the first and the second recording layers 2 
and 5, The depths of the grooves are substantially equal 
for the first and the second recording layers 2 and 5, the 
heights of the lands L are substantially equal for the first 
and the second recording layers 2 and 5, and the depth 
of the grooves G are greater than the height of the lands 
L, 
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Description 

[0001] The present invention relates to an information recording medium for optical data recording, and relates in 
particular to an information recording medium having a plurality of layers for the recording of information, 
s [0002] As is well known, forthe recording of information today widespread use is made of conventional CDs (Compact 
Discs), recording media that have large memory capacities. 

[0003] But recently, DVDs (Digital Video Discs or Digital Versatile Discs) have gained public recognition as information 
recording media having a larger memory capacity. For while CD media can provide a maximum capacity of approxi- 
mately 650 MB (megabytes), DVD media, because of their structural characteristics, can accommodate several GB 
10 (gigabytes), at the least. It is expected, therefore, that DVDs will constitute the next generation information recording 
media. 

[0004] According to the DVD specifications, a single-sided, single-layer DVD having one recording layer, which is 
currently available on the market, has a maximum recording capacity of about 4.7 GB, and a single-sided, double- 
layered DVD, which has two layers on one side, has a maximum recording capacity of about 8.7 GB, 
is [0005] DVD-Rs (multisession DVD recordable media), which perm it the discontinuous recording of data, are receiving 
attention as an objective for next-generation DVDs, Since high density recording is required, it is important that infor- 
mation having high reproductivity be recorded, and that information that is recorded be reproduced precisely, Le. p that 
high quality and reliable DVD-Rs be provided. 

[0006] Especially for the implemenlaLion of a high-density, single-sided double-layer DVD-R on which a large amount 
20 of data can be recorded, the structure of a DVD-R is very important because an entering light beam must impinge on 
and information must be exclusively written on each of the facing, overlapped recording layers. 
[0007] To resolve these problems, it is one objective of the present invention to provide an information recording 
medium having a reliable structure. 

[0008] To achieve the above objective, according to the present invention, an information recording medium com- 
25 prises: 

a first information recording/reproduction unit formed by the sequential lamination on a first transparent substrate 
of a first recording layer and a second translucent layer, at the least; 

a second information recording/reproduction unit formed by the sequential lamination on a second transparent 
so substrate of a second recording layer and a rejection layer, at the least; and 

a transparent bonding layer for bonding together the translucent layer and the second, facing recording layer 

[0009] According to this arrangement, the first information recording/reproduction unit and the second information 
recording/reproduction unit are formed separately and are bonded together by the transparent bonding Jayer so that 
35 an information recording medium having two recording layers can be easily obtained, 

[0010] Further, grooves in which information is written and lands adjacent to the grooves are formed both in and on 
the first recording layer and the second recording layer. The grooves in the first recording layer and the second recording 
layer have substantially the same width and are wider than the lands. 

[001 1] According to this arrangement, for the first recording layer and the second recording layer, the optical phase 
40 structure in the grooves changes greatly when they are in the recorded state, compared with when they are in the 
unused state. Therefore, when information is read optically, a difference in amplitudes between a signal obtained from 
a groove that has been used and a signal obtained from a groove that has not been used is increased, so that information 
reproduction can be performed appropriately. 

45 Fig. 1 is a vertical cross-sectional view of the essential structure of a DVD-R according to one embodiment of the 

present invention. 

Fig. 2 is a further enlarged vertical cross-seclional view of the essential structure of the DVD-R in Fig. 1 , 
Fig, 3 is a diagram showing the geometrical structure and the optical phase structure of a first recording layer. 
Fig. 4 is a graph showing the characteristic of the DVD-R according to the embodiment. 
so Fjg, 5 is a vertical cross-sectional view of another structure for a DVD-R according to the embodiment 

Fig. 6 is a vertical cross-sectional view of an additional structure for a DVD-R according to the embodiment. 
Fig. 7 is a vertical cross-sectional view of one more structure for a DVD-R according to the embodiment. 

[001 2] The preferred embodiment of the present Invention will now be described while referring to the accompanying 
55 drawings. In this embodiment, an explanation will be given for a multisession recording DVD (hereinafter referred to 
as a DVD-R) for which information reproduction (information reading) and an information recording (information writing) 
session have been performed. 

[0013] Fig, 1 is a vertical cross-sectional view of the essential structure of a DVD-R according to the embodiment of 
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the present invention. More specifically, the cross-sectional structure shown is part of a disk-shaped DVD-R that is 
radially cut in the direction of its thickness. 

[0014] In Fig. 1, the DVD-R has an integral structure wherein a first recording layer 2, a translucent film layer 3, a 
bonding layer 4, a second recording layer 5, a reflective film layer 6 and a second transparent substrate are laminated 
5 on a first transparent substrate 1 that a light beam f which will be described later, enters. The overall thickness is 
approximately 1 .2 mm, 

[0015] For the transparent substrate 1 , which is approximately 0.55 mm thick, a hard material, such as transparent 
hard plastic, is used that transmits light beams 11 and 12, for recording and reading (hereinafter these beams are 
generally referred to simpiy as light beams), that respectively enter via object lenses 9 and 10, which are provided for 
10 an optical pickup (not shown). 

[0016] In Fig. 1 the light beams 11 and 12 enter separately, via the two object lenses 9 and 1 0. Actually however, 
the optical pickup employs one object lens to adjust the focus for the first and second recording layers 5 and 6, so that 
coherent light beams can enter 

[0017] The first recording layer 2 is deposited by using an organic color material and is integrally laminated with the 

75 transparent substrate 1 . 

[0018] The translucent film layer 3 is formed of a dielectric thin film such as SiC (silicon carbide), which is translucent 
relative to the light beams 11 and 1 2, or Au (gold), and is integrally laminated with the first recording layer 2. 
[0019] The transparent substrate 1 , the first recording layer 2 and the translucent film layer 4 constitute a first infor- 
mation recording/reproduction unit (not denoted by a numeral reference), 

20 [0020] For the transparent substrate 7, which is approximately 0.6 mm thick, a hard material is used, such as the 
hard plastic of which the transparent substrate 1 is made. 

[0021] The reflective film layer 6 is formed of Al (aluminum), which can fully reflect the light beams 11 and 12 that 
enter via the object lenses 9 and 10. 

[0022] The second recording layers, as is the first recording layer 2, is deposited by using an organic color material, 
25 and is integrally laminated with the reflective film layer 6. 

[0023] The transparent substrate 7, the reflective film layer 6 and the second recording layer 5 constitute a second 
information recording/reproduction unit (not denoted by a reference numeral). 

[0024] The first and the second information recording/reproduction units are glued together; the translucent film layer 
3 and the second recording layer 5 facing each other with the bonding layer, which has a predetermined thickness, 

30 sandwiched in between. 

[0025] To prepare the bonding layer 4, a transparent resin that will permit the transmission of the light beams 11 and 
12, e.g., an ultraviolet-curing resin composed of a two-liquid mixture, is used to form a thin film, transparent sheet, a 
so-called tack sheet, both sides of which are coated with a tacky acrylic agent whose tackiness Is increased by the 
addition of a solvent. This tack sheet, which constitutes the bonding layer 4, is then employed to glue the translucent 

35 film layer 3 to the second recording layer 5. 

[0026] The overall thickness measured from the first recording layer 2 to the reflective film layer 6 is set at approxi- 
mately 50 um. 

[0027] In this embodiment, grooves G and lands L are formed in and on the recording layer 2, and for data recording, 
or for data reproduction, are extended spirally in the direction in which the light beam 11 scans (the so-called track 
to direction). The grooves G of the first recording layer 2 are arranged radially and are raised relative to the transparent 
substrate 1 (downward in Fig. 1), while the lands L are recessed relative to the transparent substrate 1 (downward in 
Fig. 1), and away from the grooves G. Although not shown, wobbles are formed on the side walls of the lands L to 
specify the physical format. 

[0028] The grooves G and the lands L of the second recording layer 5 are extended spirally along the track, facing 
«5 the grooves G and the lands L of the first recording layer 2, and the raised and recessed phase structure is inverted. 
[0029] That is, the grooves G of the second recording layer 5 are arrayed radially, and are raised relative to the 
transparent substrate 7 (upward in Fig. 1 ), while the lands L are recessed relative to the transparent substrate 7 (upward 
in Fig. 1) and away from the grooves G. Wobbles are also formed on the side walls of the lands L of the second 
recording layer 5 to specify the physical format. 
so [0000] Since the phase structures of the grooves G and the lands L of the first and second recording layers 2 and 5 
are inverted, during a data recording or a data reproduction process, the light beam 11 impinges on the raised grooves 
of the first recording layer 2, and the light beam 12 enters the recessed grooves G of the second recording layer 5. 
[0031] The processing for fabricating the thus structured DVD-R will now be described. 

[0032] First, the first information recording/reproduction unit and the second information recording/reproduction unit 
55 are separately formed as intermediate products. 

[0033] Specifically, in the process for manufacturing the first information recording/reproduction unit, to obtain the 
grooves G, lithography is used to form a spiral groove in the surface of the transparent substrate 1 . Then, spin coating 
is used to form the first recording layer 2 on the transparent substrate 1 . As a result, the grooves G are obtained by 
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using an organic color material that is retained in the root of the spiral groove, and the lands L are obtained by using 
an organic color material that is attached to the crests of the lands L between the grooves G. 

[0034] As in the enlarged diagram in Fig, 2 t the thickness dG1 for a groove G and the thickness dU for a land L are 
set so as to satisfy dG1 > dl_1. This relationship dG1 > dL1 is automatical established by adjusting the rotational 
s speed used for the spin coating and the density of the organic color material. 

[0035] Next, sputtering is used to deposit the translucent film layer 3 on the first recording layer 2, and the first 
information recording/reproduction unit is obtained. 

[0036] In the process for manufacturing the second information recording/reproduction unit, to obtain the grooves 
G. lithography is used to form a spiral groove in the surface of the transparent substrate 7. 
10 [0037] Then, sputtering is used to deposit the reflective film layer 6 on the surface of the transparent substrate 7, 
and is also used to deposit the second recording layer 5 on the reflective film layer 6. Thus, the grooves G are obtained 
by using the organic color material that is retained in the root of the spiral groove in the reflective film layer 6, while 
the lands L are obtained by using the organic color material that is attached to the crests of the lands L between the 
grooves G. 

*5 [0038] The thickness dG2 for a groove G and the thickness dL2 for a land L are set so as to satisfy dG2 > dL2. This 
relationship dG2 > dL2 is also automatically established by adjusting the rotational speed used for the spin coating 
and the density of the organic color material 

[0039] Following this, the thus obtained first and second information recording/reproduction units are bonded together 
by placing the ultraviolet curing resin or the lack sheet between the translucent film layer 3 and the second recording 

20 layer 5. As a result, the DVD-R is obtained, 

[0040] It should be noted that the thickness dG1 for a groove G of the first recording layer 2 is substantially equal to 
the thickness dG2 for a groove G of the second recording layer 5, and that the thickness dL1 for a land L of the first 
recording layer 2 is also substantially equal to the thickness dl_2 for a land L of the second recording layer 5. 
[0041] More specifically, the thicknesses dG1 and dL1 for a groove G and a land L of the first recording layer 2 are 

25 respectively set as approximately dG1 - 0.1 738 u.m and dL1 = 0.1 039 urn, and the height d1 from the bottom of a land 
L to the top of a groove G is set as approximately d1 = 0.14 um. 

[0042] Further, the thicknesses dG2 and dl_2 for a groove G and a land L of the second recording layer 5 are re- 
spectively set as approximately dG2 = 0,1738 u.m and dl_2 = 0,11 96 urn, and the height d2 from the bottom of a land 
L to the top of a groove G is set as approximately d2 = 0.14 urn. In other words, substantially the same geometrical 

30 cross-sectional view in the direction of the thickness is employed for the first and the second recording layers 2 and 5. 
[0043] The results obtained from an evaluation of the DVD-R will be theoretically explained while referring to Figs. 
3A to 3C and 4. Fig, 3A is a further enlarged cross-sectional view of the geometrical structure of one part of the first 
recording layer 2. and Figs. 3B and 3C are diagrams showing the optical phase structure. Fig. 4 is a graph showing 
the optical characteristic obtained for a groove G of the first recording layer 2 by using an RF signal and a push-pull 

35 signal. 

[0044] For this embodiment, light reflected when, for reading data r the light beam 11 was used to irradiate the groove 
G was received by a photodetectorthat had two separate light-receiving regions. The sum (S1 + S2) of the signals S1 
and S2 that were detected and output by the tight-receiving regions was defined as an RF signal, and a difference (S1 
- S2) between the detection signals S1 and S2 was defined as a push-pull signal. 

40 [0045] In Fig. 3A, when two example grooves Ga and Gb had not been used, there was no optical change in the 
organic color material. Therefore, when the light beam 11 for data reading passed through the grooves Ga and Gb, 
and was reflected by the translucent film layer 3 and returned through the grooves Ga and Gb to the transparent 
substrate 1 , as is shown in Fig. 3b, the optical phase of the groove Ga equaled that of the groove Gb, 
[0046] When, however, the groove Ga had not been used and the groove Gb had been used, as is shown in Fig. 

45 3C, the optical phase of the groove Gb was changed. Thus, an optical phase difference <p occurred between the grooves 
Ga and Gb. 

[0047] That is, since the organic material of the previously used groove Gb was changed so that for data writing the 
reflectance was reduced when the thermal energy from the light beam 11 was received, the optical phase difference 
<p occurred. 

so [0048] Now, assuming that the wavelength of the light beam 11 is X, a constant N is the effective refractive index of 
the transparent substrate 1 , and a variable D is the distance to the transparent substrate 1 while the face of the land 
L nearest the transparent substrate 1 is used as a reference position. Theoptical distance in the optical phase structure 
is represented as N x D, and the optical phase difference <j> that is provided, at the wavefront of the light beam, by the 
reflection is represented as<p = 4xjcxNx DfX . Further, the optical distance travelled from the point at which the light 

55 beam 1 1 entered the groove G until it was reflected and returned is represented as 2 x N x D . 

[0049] The simulation was performed for the amplitudes of the RF signal and the push-pull signal by employing, as 
parameters, the optical distances (optical distance travelled from the entrance point to the return) 2 x N x D for the 
light beam 1 1 for the previously unused groove Ga and the previously used groove Gb. As a result, the characteristic 
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was obtained in a range for which, in Fig. 4, 0<2xNxD£Xis established as the optical distance- The changes in 
the amplitudes of the RF signal and the push-pull signal were normalized based on the maximum amplitude of the RF 
signal. 

[0050] In Fig. 4, the amplitude Pa1 of the RF signal is a value obtained for the previously unused groove Ga when 
5 the thicknesses dG1 and dL1 of the groove G and the land L of the first recording layer 2 were respectively set as 
approximately dG1 = 0.1738 ujti and dL1 ^ 0.1 039 u,m, and the height d1 from the bottom of the land L to the top of 
the groove G was set as approximately d1 = 0.14 urn The amplitude Pb1 of the RF signal was the value obtained for 
the previously used groove Gb. 

[0051] Further, an absolute value 8M1 (= IPa1 - Pb1l ) of the difference between the amplitudes Pa1 and Pb1 served 

*o as the signai amplitude for recorded information. 

[0052] As is apparent from Fig. 4 ; when the thickness dG1 of the groove G and the thickness dL1 of the land L are 
set so that they satisfy dG1 > dl_1 , the optical phase difference <j> (q>1) occurs between the previously unused groove 
Ga and the previously used groove Gb, and the absolute value 5M1 of the difference is increased. Therefore, based 
on the RF signal, the previously unused groove Ga and the previously used groove Gb can be easily identified, and 

'5 the precise reproduction of data can be performed. 

[0053] In addition, since the amplitude of the push-pull signal is also greatly changed, precise servo tracking based 
on the push-pull signal can be performed by controlling the object lens 9. 

[0054] When a similar simulation was performed for the second recording layer 5, the characteristic was obtained 
in a range wherein *X<2xNxDsO was established for the optical distance in Fig, 4. It should be noted that the 
20 changes in the amplitudes of the RF signal and the push-pull signal were normalized, based on the maximum amplitude 
of the RF signal. 

[0055] In Fig. 4, the amplitude Pa2 of the RF signal is a value obtained by the previously unused groove Ga when 
the thicknesses dG1 and dL1 of the groove G and the land L of the second recording layer 5 were respectively set as 
approximately dG2 = 0,1738 u.m and dL2 = 0.1196 jxm, and the height d2 from the bottom of the land L to the top of 
2 5 the groove G was set as approximately d2 =* 0.14 um. The amplitude Pb2 of the RF signal is a value obtained for the 
previously used groove Gb. 

[0056] Further, an absolute value 6M2 (= f Pa2 - Pb2l ) forthe difference between the amplitudes Pa2 and Pb2 serves 
as the signal amplitude for recorded information. 

[0057] Therefore, when the thickness dG2 at the groove G and the thickness dL2 at the land L are set so as to satisfy 
30 dG2 > dL2, the optical phase difference <p (<p2) occurs between the previously unused groove Ga and the previously 
used groove Gb, and the absolute value 5M2 of the difference is increased. Therefore, based on the RF signal, the 
previously unused groove Ga and the previously used groove Gb can be easily identified, and the precise reproduction 
of data can be performed, 

[0058] In addition, since the amplitude of the push-pull signal is also greatly changed, precise servo tracking based 

35 on the push-pull signal can be performed by controlling the object lens 10. 

[0059] Furthermore, as is shown in Fig. 4, the RF signal and the push-pull signal obtained forthe first recording layer 
2 are shifted in phase only 90° from those obtained forthe second recording layers. Therefore, even when substantially 
the same geometrical cross-section structure is employed in the direction of the thicknesses of the first recording layer 
2 and the second recording layer 5, the RF signal and the push-pull signal for the first and second recording layers 2 

w and 5 can be precisely obtained. 

[0060] As is described above, in this embodiment, since the relationships dGI > dl_1 and dG2 > dL2 are established 
between the thicknesses dG1 and dG2 of the grooves G and the thicknesses dL1 and dL2 of the lands L of the first 
and the second recording layers 2 and 5, the recorded information can be precisely reproduced, and accordingly, a 
DVD-R having a high density can be provided. 

45 [0061] Since the raising and recessing phases of the thicknesses of dG1 and dG2 for the grooves G are the reverse 
of those for of the thicknesses dL1 and dL2 of the lands L, the information recorded on the first and the second recording 
layers 2 and 5 can be read without crosstalk occurring. Accordingly, a reliable DVD-R can be provided for which the 
high density recording of data and the high quality reproduction of information are enabled. 

[0062] Furthermore, when the geometrical structure is set forthe grooves G and the lands L of the first and second 
50 recording layers 2 and 5 r this structure improves the precision with which information is read and written. Thus, when 
the first information recording/reproduction unit is giued to the second information recording/reproduction unit by the 
bonding layer 4, the accuracy with which the gluing process is performed does not greatly affect the precision with 
which information is read and written. Therefore, a two-layer DVD-R for which high density recording is enabled can 
be manufactured easily. 

55 [0063] Specific numerical values are employed forthe thicknesses dG1 and dG2 at the grooves G and the thicknesses 
dL12 and dl_2 at the lands L for the first and the second recording layers 2 and 5, and the heights d1 and d2 from the 
bottoms of the lands L to the tops of the grooves G, However, these values are merely examples used for this embod- 
iment, and other values may be employed. That is, the thicknesses dG1 and dG2 at the grooves G of the first and 



5 



BNSDOCID: <EP 1067535A9_I_> 



BP 1 067 535 A9 



second recording layers 2 and 5 and the thicknesses dl_1 and dL2 at the Jands L need only be set so as to establish 
dG1 > dL1 and dG2 > dl_2, and further, the reverse raised and recessed structure need only be employed for the 
thicknesses dG1 and dG2 at the grooves G and the thicknesses dL1 and dL2 at the lands L. 

[0064] These example numerical values are supported by a theoretical consideration that will now be described. The 
s theoretical consideration will be explained while referring to the structure in Figs. 2 and 3. 

[0065] Through experimentation, it was found that the change in the optical distance In a groove Gb in which data 
were recorded by the light beam was D = 0.055 urn, and that the height at a previously unused groove Ga was D - 
0.025 um Thus, when n d denotes the refractive index of the organic color material, and d1 denotes the thickness of 
the transparent substrate 1 at the portion that corresponds to the height at a groove G, for the first recording layer 2, 
10 the optical distance between the groove G and a land L is represented as 

N x d1 + n d x dL1 - n d x dG1 = N x D = 1.58 x 0,025, 

*s if the refractive index n d is 2.6 when data are not recorded on the organic color material, and is 2.1 when data are 
recorded on the material, 

dG1 x(2.6 -2.1) = Nxd= 1,58x0.55. 

20 

Therefore, the thickness dG1 at the groove G is dG1 - 0,1738 urn. And if the thickness d1 = 0,14 um, dL1 = 0.1039 
u,m is obtained, 

[0066] Further, when n d denotes the refractive index of the organic color material, N' denotes the refractive index of 
the transparent bonding layer 4, while d2 denotes the thickness of the bonding layer 4 at the portion that corresponds 
25 to the height of the groove G, and the optical distance between the groove G and the land L of the second recording 
layer 5 is represented as 

x dl_2 - n d x dG2 - N' x (d2 + dL2 - dG2). 

30 

[0067] To obtain the optical phase (a phase corresponding to the amplitude Pa2 in Fig, 4) of the previously unused 
groove G using the optical distance, 

35 n d x dL2 - n d x dG2 - N l x (d2 + dL2 - dG2) = IM x D = 1.58 x (-0,175), 

When the thickness d2 of the bonding layer 4 is set equal to the thickness d1 of the transparent substrate 1 , and 
N' = N - 1 .58, in accordance with this relationship, 

40 

dL2-dG2 = -0.0542 

must be satisfied. And assuming that a change in the optical distance D, which occurs when information is recorded 
in the groove G of the second recording layers, is 0.055 urn, dL2 = 0.11 96 and the numerical values for the individual 

45 portions of the first and the second recording layers 2 and 5 are also theoretically appropriate. 

[0066] As is shown in Fig, 1 , in this embodiment, while the geometrical raising and recessing structure of the grooves 
G and the lands L is inverted between the first and the second recording layers 2 and 5, the phases of the radial 
positions ol the grooves G and the lands L of the first and the second recording layers 2 and 5 are the same fn the 
incident direction of the light beams 11 and 12. However, the present invention is not limited to this structure. As is 

50 shown in Fig. 5, the phase of the radial positions of the grooves G and the lands L of the first and the second recording 
layers 2 and 5 may be shifted 90° in the incident direction of the light beams 11 and 12. In this case, however, the 
geometrical raising and recessing structure of the grooves G and the lands L should again be inverted between the 
first and the second recording layers 2 and 5. 

[0069] Further, as is shown in Fig. 6, facing the transparent substrate 1 , the grooves G of the first recording layer 2 
55 may be recessed and the grooves G of the second recording layer 5 may be raised, while the phase of the radially 
located grooves G of the first and the second recording layers 2 and 5 may be the same, 

[0070] As is shown in Fig. 7, facing the transparent substrate 1 , the grooves G of the first recording layer 2 may be 
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recessed and the grooves G of the second recording layer 5 may be raised, while the phase of the grooves G of the 
first and the second recording layers 2 and 5 may be radially shifted 90°. 

[0071] In this embodiment, a DVD-R has been explained; however, the present invention can be applied for a two- 
layer rewritable DVD-RW or a DVD- RAM. 

5 [0072] As is described above, the information recording medium comprises: a first information recording/reproduction 
unit, formed by sequentially laminating, at the least, a first recording layer and a translucent layer on a first transparent 
substrate; a second information recording/reproduction unit, formed by sequentially laminating, at the least, a reflection 
layer and a second recording layer on a second transparent substrate; and a transparent bonding layer, for bonding 
together, facing each other, the translucent layer and the second recording layer. Therefore, when the first and second 

io information recording/reproduction units have been formed separately and are thereafter glued together using the 
transparent bonding layer, an information recording medium having two layers can be easily provided. 
[0073] Further, the grooves for the writing of information and the lands that are adjacent to them are formed in both 
the first recording layer and the first recording layer. The grooves, which for both the first recording layer and the second 
recording layer have substantially the same thicknesses, are thicker than the lands, and thus, since between grooves 

1* that are unused and grooves that are used there is a great change in the optical phase structures of the grooves of 
the first and the second recording layers, information can be reproduced appropriately. Asa result, a reliable information 
recording medium can be provided for which high-density recording is enabled, [detetion(s)] | 



20 Claims 

1. An information recording medium comprising: 

a first information recording/reproduction unit formed by sequentially laminating on a first transparent substrate 
25 a first recording layer and a translucent layer, at the least; 

a second information recording/reproduction unit formed by sequentially laminating on a second transparent 
substrate a rejection layer and a second recording layer, at the least; and 

a transparent bonding layer for bonding said translucent layer and said second recording layer facing each 
other. 

30 

2. The information recording medium according to claim 1 , wherein 

grooves for writing information, and lands adjacent to said grooves, are formed in and on said first recording 
layer and said second recording layer; and wherein 
35 said grooves in said first recording layer and in said second recording layer have substantially the same thick- 

ness, while said grooves are thicker than said lands. 

3. The information recording medium according to claim 2, wherein 

said grooves and said lands formed in and on said first recording layer have a phase substantially the same 
40 in the radial direction as have said grooves and said lands formed in and on said second recording layer 

4. The information recording medium according to claim 2, wherein 

said grooves and said lands formed in and onsaid first recording layer have aphase substantially the opposite 
in the radial direction as have said grooves and said lands formed in and on said second recording layer. 



45 



5. The information recording medium according to claim 2, where in 



said grooves in said first recording layer are recessed toward said first transparent substrate and away from 
said lands on said first recording layer; and wherein 
50 said grooves in said second recording layer are raised toward said first transparent substrate and away from 

said lands on said second recording layer. 

6. The Information recording medium according to claim 2, wherein 

55 said grooves in said first recording layer are extended upward toward said first transparent substrate and are 

elevated relative to said lands on said first recording layer; and wherein 

said grooves in said second recording layer are retracted toward said first transparent substrate and are re- 
cessed relative to said lands on said second recording layer. 
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